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@ Disclosed is a method of producing a sheet 
product having improved levels of toughness and 
fatigue crack growth resistance while maintaining 
high strength, comprising providing a body of an 
aluminum base alloy containing 4.2 to 4.7 wt.% Cu, 
1.3 to 1.8 wt.% Mg, 0.8 to 1.3 wt.% Mn. 0.03 to 1 
wt.% Zr, 0.15 wt.% max. Fe, 0.12 wt.% max. Si, the 
remainder aluminum, incidental elements and impu- 
rities and heating a body of the alloy to above 
910* F to dissolve soluble constituents. Thereafter, 
th body is hot rolled in the range of about 600 to 
900* F, solution heat treated for a time of less than 
about 15 minutes at a solution heat treating tempera- 
ture, and rapidly cooled and naturally aged to pro- 
vide a sheet product with improved levels of fatigu 
crack growth resistanc whil maintaining high 
str ngth. 
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Background of th Inv ntion 

This invention relates to aluminum alloys suit- 
able for use in aircraft applications and more par- 
ticularly, it relates to an improved aluminum alloy 
and processing therefor having improved resis- 
tanc to fatigue crack growth and fracture tough- 
ness and suited to use as aircraft skin. 

The design of commercial aircraft requires dif- 
ferent sets of properties for different types of struc- 
tures on the airplane. In many parts, resistance to 
crack propagation either in the form of fracture 
toughness or fatigue crack growth is essential. 
Ther fore, many significant benefits can be re- 
aliz d by improving fracture toughness and fatigue 
crack propagation. 

A new material with improved toughness, for 
xample, will have a higher level of damage toler- 
anc . On the aircraft, this translates to improved 
saf ty for passengers and crew and weight savings 
in th structure which allows for improved fuel 
economy, longer flight range, greater payload ca- 
pacity or a combination of these. 

Cyclic loading occurs on a commercial jet air- 
plane during the take off/landing when the interior 
of th airplane is pressurized. Typically, airplanes 
may see up to 100,000 pressurization cycles dur- 
ing their normal service lifetime. Thus, it will be 
noted that great benefit Is derived from Improved 
fracture toughness and resistance to fatigue crack 
growth. 

U.S. Patent 4.336,075 discloses the use of 
AA2000 type aluminum alloy for aircraft wings. 

Tlie present invention provides aluminum base 
alloy sheet products and a method of fabricating 
sheet products from a t)Ody of the alloy. Further, 
the invention provides aluminum alloy sheet pro- 
ducts suitable for aircraft applications such as wing 
skins and aircraft fuselage panels, which sheets are 
clad with a corrosion protecting outer layer. 

Summary of the Invention 



A principal object of the invention is to provide 
an aluminum alloy and sheet product formed there- 
from, the sheet product having improved fracture 
toughness and resistance to fatigue crack growth 
while maintaining high strength properties and cor- 
rosion resistance. 

A further object of the present invention is to 
provide aluminum alloy sheet products having im- 
proved fracture toughness and resistance to fatigue 
crack growth for aircraft panels. 

Yet a further object of the pr s nt invention is 
to provid aluminum alloy sheet products and a 
proc ss for producing th sheet products so as to 
provide improved fracture toughness and increas d 
r sistance to fatigue crack growth while still main- 
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taining high I v Is of strength. 

Still a furth r object of the inv ntion is to pro- 
vide a method for proc ssing an aluminum alloy 
Into clad sheet products having improved resis- 
5 tance to fatigue crack growth while maintaining 
high strength properties and corrosion resistance. 

And still a further object Is to provide an Al-Cu- 
Mg-Mn clad sheet product for use as aircraft pan- 
els such as wing or fuselage skins having improved 
70 resistance to fatigue crack growth while maintaining 
high strength levels and improved fracture tough- 
ness. 

These and other objects will become apparent 
from a reading of the specification and claims and 

75 an inspection of the claims appended hereto. 

In accordance with these object, there is pro- 
vided a method of producing a sheet product hav- 
ing improved levels of toughness and fatigue crack 
growth resistance while maintaining high strength, 

20 the method comprising providing a tx)dy of an 
aluminum base alloy containing 4.2 to 4.7 wt.% Cu, 
1.3 to 1.8 wt.% Mg, 0.7 to 1.3 wt.% Mn, 0 to 1 
wt.% of at least one of Zr. V, Hf, Cr and Sc. 0.15 
wt.% max. Fe. 0.12 wt% max. Si. the remainder 

25 aluminum. Incidental elements and impurities. The 
method further comprises heating a body of the 
alloy to above 900 'F to dissolve soluble constitu- 
ents. Thereafter, the body is hot rolled in the range 
of about 600 to 900 *F, solution heat treated for a 

30 time of less than about 1 5 minutes, for example, at 
the solution heat treating temperature, then rapidly 
cooled and naturally aged to provide a sheet prod- 
uct with improved levels of fatigue crack growth 
resistance and fracture toughness while maintaining 

35 high strength levels. 

Detailed Description of the Preferred Embodiments 

As noted, the alloy of the present invention 

40 comprises 4.2 to 4.7 wt.% Cu, 1.3 to 1.8 wt.% Mg, 
0.7 to 1 .3 wt.% Mn. 0 to 1 wt.% of at least one of 
Zr. V. Hf. Cr and Sc, 0.15 wt.% max. Fe, 0.12 wt.% 
max. Si, the remainder aluminum. Incidental ele- 
ments and impurities. Impurities are preferably 

45 limited to 0.05% each and the combination of im- 
purities preferably should not exceed 0.15%. The 
sum total of incidental elements and impurities 
preferably does not exceed 0.45%. 

A prefenred alloy would contain 4.2 to 4.7 wt.% 

50 Cu, 1.3 to 1.7 wt.% Mg, 0.72 to 1.3 wt.% Mn. 
typically 0.8 to 1.3 wt-% Mn, 0.05 to 0.5 wt.% Zr, 
0.1 wt.% max. Fe, 0.1 wt.% max. Si, preferably 
0.05 to 0.25 wt.% Zr, the balance aluminum, in- 
cidental lements and impurities. Zr should b 

55 pr s nt if it is d sired to make an unrecrystallized 
product. By unrecrystallized Is meant that no more 
than 20 vol.% of th product is recrystallized. Ele- 
ments such as Zn pref rably hav a maximum of 
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0.2 wt.% and Cr 0.2 wt.% with V. Hf. Sc and C 
not great r than 0.5 wt.% with low r limits for thes 
elements being 0.02 wt.% when they are present. 

Mn contributes to or aids in grain size control 
during operations that cause the metal to recrystal- 
lize. Very large grains are detrimental to properties 
such as fracture toughness, formability and corro- 
sion resistance. 

Fe and Si levels are kept low to limit formation 
of the constituent phases AI/CuaFe and Mg2Si 
which are detrimental to fracture toughness and 
fatigue crack growth resistance. These phases 
have low solubility in Al-alloy and once formed 
cannot be eliminated by thermal treatments. For- 
mation of Al7Cu2Fe and Mg2Si phases can also 
lower the strength of the product because their 
formation reduces the amount of Cu and Mg avail- 
abl to form strengthening precipitates. Constitu- 
ents such as AI7CU2F8 and Mg2Si are particularly 
important to avoid because they cannot be dis- 
solved; thus, iron is kept to a very low level to 
avoid such constituents. That is. a decrease in Fe 
and Si increases toughness and resistance to fa- 
tigue crack growth. Thus, in the present invention, 
it is preferred to control Fe to below 0.10 wt.% and 
Si l)elow 0.10 wt.%. 

Gu and Mg must be carefully controlled to 
maintain good strength while providing the benefits 
in toughness and fatigue. The Cu and Mg levels 
must be low enough to allow for dissolution of the 
slightly soluble Al2CuMg and AbCu constituent 
phases during high temperature processing yet 
high enough to maximize the amount of free Cu 
and Mg available to form the strengthening 
pr cipitate phases. This leaves a very narrow range 
of Cu and Mg compositions which will produce the 
desired properties in the final product. 

The following equations may t>e used to es- 
timate the "free Cu" and "free Mg"; that Is, the 
amount of Cu and Mg that are available to fonm 
strengthening phases. 

CuFree = CuTotar2.28Fe-0.74(Mn-0.2) 
Mgpree = Mgrotai'l .73(Si-0.05) 

As well as providing the alloy product with 
controlled amounts of alloying elements as de- 
scribed herein, it is prefenred that the alloy be 
prepared according to specific method steps in 
order to provide the most desirable characteristics 
of both strength, fracture toughness, con-osion re- 
sistance and resistance to fatigue crack growth as 
required, for example, for use as aircraft skins or 
panels. The alloy as describ d herein can be pro- 
vid d as an ingot or slab for fabrication into a 
suitabi wrought product by casting techniqu s 
currently employed in the art for cast products with 
continuous casting b ing preferr d. Slabs resulting 



from b It cast rs or roll cast rs also may b us d. 

Th ingot or slab of th alloy of th invention 
may be provided with a cladding and then pro- 
cess d in accordance with th invention. Such clad 

5 products utilize a core of the aluminum base alloy 
of the invention and a cladding of higher purity 
alloy which corrosion protects the core. The clad- 
ding includes essentially unalloyed aluminum or 
aluminum containing not more than 0.1 or 1% of all 

10 other elements. However, Zn can be present as in 
AA7072, for example. Thus, the cladding on the 
core may be selected from Aluminum Association 
alloys 1100. 1200, 1230. 1135. 1235. 1435. 1145. 
1345, 1250, 1350. 1170, 1175, 1180, 1185, 1285. 

75 1188, 1199 or 7072. 

The alloy stock may be homogenized prior to 
hot working or it may be heated and directly hot 
rolled. If homogenization Is used, it may be carried 
out at a metal temperature in the range of 910 or 

20 920" F to 960 or 1000* F for a period of time of at 
least 1 hour to dissolve soluble elements and to 
homogenize the internal structure of the metal. A 
preferred time period is at)out 4 hours or more in 
the homogenization temperature range. Normally, 

25 the soak time at the homogenizing temperature 
does not have to extend for more than 8 hours, 
however, longer times are not normally detrimental. 
4 to 6 hours at the homogenization temperature 
has been found to be quite suitable. A typical 

30 homogenization temperature Is 920* F. 

For purposes of the present invention. It is 
preferred to hot roll the clad ingot without homog- 
enizing. Thus, the ingot is hot worked or hot rolled 
to provide an intermediate gauge product. Hot roll- 

35 ing is performed wherein the starting temperature 
for rolling is in the range of 600 to 900 * F. When 
the use of the alloy Is for aircraft wing skins or 
fuselage skins, for example, the hot rolling is per- 
formed to provide an intermediate product having a 

40 thickness of about 3 to 8 inches. 

After hot rolling, the intermediate gauge prod- 
uct Is subjected to a reheating step. It Is this 
reheating step which is so Important to the present 
invention, particularly with respect to minimizing or 

45 avoiding soluble constituent or secondary phase 
particles and their adverse effect on fatigue crack 
growth resistance and fracture toughness. Thus, in 
the reheating step, the intermediate gauge product 
is heated to a temperature of at least 900 or 

50 920 'F, e.g.. above the solvus temperature of sec- 
ondary phase particles, to dissolve soluble con- 
stituents that remain from casting or may have 
precipitated during the hot rolling. Such constituent 
partici s includ Al2CuMg, AbCu, for xample. Th 

55 reh ating has th ffect of putting most of the Cu 
and Mg into solid solution. The heating can be In 
the range of 900 to 945 *F with a preferred range 
being 900 or 910 to 930 •F. For purpos s of re- 
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h ating, the intermediate gauge product can b 
held for about 1 to 40 hours when the metal is in 
the temperature range or above the solvus t m- 
perature for the soluble constituents. Preferably, 
times at metal temperature are in the range of 4 to 
24 hours. It is Important that the reheat is carefully 
controlled within the parameters set forth. If the 
reheating operation is lower than 900 •F, for exam- 
ple, 850 • F. this can leave large volumes of coarse 
undissolved AfeCuMg and AfeCu particles, for ex- 
ample, which particles can have an adverse effect 
on the fatigue crack growth resistance in the final 
product. In fact, if the reheat is below the solvus 
temperature, these particles can even grow in size. 
It is the presence of such constituent particles 
which can limit crack propagation resistance in the 
final sheet product. 

In clad products, the temperature and duration 
of th reheat is very important for another reason. 
That Is, if the time at reheat temperature is exces- 
siv . copper can diffuse into the higher purity alu- 
minum cladding which can detrimentally affect the 
corrosion protection afforded by the cladding. 

After the reheat, the intermediate product is 
subjected to a second hot rolling operation. The 
second hot rolling operation is performed in the 
temperature range of about 500 to 900 "F. prefer- 
ably 600 to 850 "F. The hot rolling may be per- 
fonmed to a final gauge, e.g., 0.25 inch or less. 
Alternatively, the hot rolling step can be performed 
to provide a second intermediate product having a 
thickness in the range of 0.1 to 0.3 inch. There- 
aft r, the second intermediate product can be cold 
roll d to a final gauge of 0.25 Inch or less, typically 
in the range of 0.05 to 0.20 inch, to produce a 
substantially recrystallized product. An Intermediate 
anneal may be used before cold rolling. If desired. 

After cold rolling, the sheet product is then 
subjected to a solution heat treatment in the range 
of 910 to 945* F. It is important that the solution 
h at treatment be carefully controlled in duration. 
Thus, the solution heat treatment can be accom- 
plish d in 5 minutes or even less when the metal 
has reached the solution temperature. The time 
can be extended to 15 minutes or even 60 minutes. 
However, in clad product, care should be taken 
against diffusion of copper into the cladding and 
possible problems resulting therefrom. 

Solution heat treatment in accordance with the 
present invention may be performed on a continu- 
ous basis. Basically, solution effects can occur 
fairly rapidly. In continuous treating, the sheet Is 
passed continuously as a single web through an 
longated furnace which greatly increases the heat- 
up rate. Long solution heat tr at times may be 
used to dissolve th soluble constituents such as 
AbCuMg and AI2CU. However, long tim (more 
than 2 hours) solution heat treatm nts should not 



b us d on clad products b caus of th xcessive 
Cu diffusion that can occur in th cladding. The 
continuous approach facilitates practice of the In- 
vention since a relatively rapid heat-up and short 

6 dwell time at solution temperature result in mini- 
mizing copper dissolution into the cladding. Ac- 
cordingly, the inventors contemplate solution heat 
treating in as little as about 10 minutes, or less, for 
instance about 0.5 to 4 minutes. As a further aid to 

TO achieving a short heat-up time, a fumace tempera- 
ture or a furnace zone temperature significantly 
above the desired metal temperatures provides a 
greater temperature head useful to speed heat-up 
times. 

75 After solution heat treatment, it is important that 
the metal be rapidly cooled to prevent or minimize 
the uncontrolled precipitation of secondary phases, 
e.g., AbCuMg and AbCu. Thus, it is preferred in 
the practice of the invention that the quench rate 

20 be a\ least 100" F/sec from solution temperature to 
a temperature of 350 "F or lower. A preferred 
quench rate is at least 300 " F/sec in the tempera- 
ture range of 925 'F or more to 350 "F or less. 
Suitable rates can be achieved with the use of 

25 water, e.g.. water immersion or water jets. Further, 
air or air jets may be employed. Preferably, the 
quenching takes place on a continuous basis. The 
sheet may be cold worked, for example, by stretch- 
ing up to 10% of its original length. Typically, cold 

30 working or its equivalent which produces an effect 
similar to stretching, may be employed in the 
range of 0.5% to 6% of the products' original 
length. 

After rapidly quenching, the sheet product is 
35 naturally aged. By natural aging Is meant to include 
aging at temperatures up to 175* F. 

Conforming to these controls greatly aids the 
production of flat rolled stock, e.g., sheet or plate, 
having high yield strength, improved levels of frac- 
40 ture toughness, increased resistance to fatigue 
crack growth and high resistance to corrosion, par- 
ticularly using the alloy composition of the inven- 
tion. 

45 Claims 

1. A method of producing an aluminum base al- 
loy flat rolled product such as a sheet product 
having high strength levels and good levels of 
50 fracture toughness and resistance to fatigue 

crack growth comprising: 

(a) providing a body of an aluminum base 
alloy containing 4.2 or 4.3 to 4.7 wt.% Cu, 
1.3 to 1.7 or 1.8 wt.% Mg, 0.7 or 0.8 to 1.3 
55 wt.% Mn, at least one of Zr. V, Hf, Cr and 

Sc, 0.12 or 0.15 wt.% max. F . 0.1 or 0.12 
wt.% max. Si. the remainder aluminum, In- 
cidental lements and impurities; 
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(b) hot rolling th body to a slab; 1 to 9, wherein in step (c) said slab is reh at d 

(c) h ating said slab to above QIO'F. to to 910 to 945 'F. to dissolve soluble constitu- 
dissolve soluble constituents; ents. 

(d) hot rolling the slab in a temperature 
range of 600 to 850 or 900"* F. to a flat s 
rolled or sheet product; 

(e) solution heat treating; 

(f) cooling; and 

(g) aging or naturally aging to provide a 
product having high strength and improved io 
levels of fracture toughness and resistance 

to fatigue crack growth. 

2- The method in accordance with claim 1. 

wherein in step (b) the body is hot rolled in a 75 
temperature range of 600 to 900 'F. prior to 
said heating. 

a The method in accordance with claim 1 or 2, 

wherein the product is cold rolled to a final 20 
sheet gauge after said hot rolling. 

4. The method in accordance with claim 3, 
wherein the product has a gauge of 0.05 to 
0.15 or 0.25 inch. 25 

5. The method in accordance with any of claims 
1 to 4, wherein the product has a cladding of 
higher purity aluminum alloy than said body. 

30 

6. The method in accordance with claim 5, 
wherein the cladding is selected from AA1100, 
1200, 1230, 1135, 1235, 1435, 1145, 1345, 
1250, 1350. 1170. 1175, 1180, 1185, 1285, 
1188, 1199 or 7072. 35 

7. The method in accordance with any of claims 
1 to 6, in which the body of an aluminum base 
alloy provided in step (a) contains 0.03 to 1 
wt.% Zr. 40 

8. The method in accordance with any of claims 
1 to 7, which comprises providing in step (a) a 
body of an aluminum base alloy containing 4.2 

to 4.7 wt.% Cu. 1.3 to 1.7 wt.% Mg, 0.8 to 1.3 45 
wt.% Mn, 0.05 to 0.5 wt.% Zr. 0.12 wt.% max. 
Fe, 0.1 wt.% max. Si, the remainder aluminum, 
incidental elements and impurities; solution 
heat treating In step (e) for a time of less than 
60 minutes in a temperature range of 910 to 50 
1050'F.; and rapidly cooling in step (b). 

9. Th method in accordance with claim 8, 
wh r in th solution h at tr atment is in a 
temperatur rang of 910 to 945 'F. and/or is 55 
for a time of less than 15 minutes. 

10- The m thod in accordanc with any of claims 
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